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( 935 ) 

Though this fault be mod found in this fort of Iron ; yer, 
if in the working of their Beft fort they omit any one Procef*, 
it will be fure to want Ibme part of its Toughneft, which they 
efteem its perfeftion. 

jiRcUthtt of the making tf Cerufs, £y Sir Philiberto Vcrnatti. 

FIrft Pigs of clean and foft Lead are caft into thin Plates a 
yard long, fix inches broad, and to the thicknefs of the 
back of a Knife. Thcfe are rolled, with fome Art, round ; but 
foas the Surfaces no where meet to touch : for where they do 
no C(»r«/r grows. 

Thus rolled , they are put each ia a Pot juft capable to 
hold one, upheld by a little Bar from the bottom, that it 
come not to touch the Vinegar, which is put into each Pot, to 
efFcft the converfion. 

Next a fquare Bed Is made of new Horfe-dung, fo big as to 
hold 20 Pots abreaft, and fo to make up the number of 400 in 
one Bed. 

Then each Pot is covered with a Plate of Lead ; and laflly 
all witfi Boards , as cfofe as conveniently can be. This re- 
peated four times, makes one heap, fo called, containing 1600 
Pots. 

After three Weeks the Pots are taken up,the Plates unrolled, 
laid upon a Board, and beaten with Battle>dores till all the 
Flakes come off. Which, if good, prove thick , hard and 
weighty : if otherwife, fufly and light • or fometimes black 
and burn'd, if the Dung prove not well ordered : and Some- 
times there will be none. 

From the Beating-Table the Flakes are carried to the Mill ; 
and with Water groand between Millftones, until they be 
brought to almofl an inpalpable fioenefs. After which it is 
moulded into (mailer parcels, and expofed to the Sun C9 dry 
till it be hard and fo fit for ufe. 

The Accidents to the Work are, 

That two Pots alike ordered , and fet one by the other, 
without any poffible diflinftronof advantage, (ball yield, the 
one thick and good Flakes, the other few, arid fmaH or none : 
which happeaeth in greater quantities , even over whole Beds 
fometimei. 

Some- 
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Sonietitnes the Pots are taken upall dry , and Co fometimet 
prove beft ; fometimes again they are taken op wet. Whether 
Ibis arifcth from the Vapors coming from below , or the moi- 
fture that is fqucezed out by the weight of the Pots, we cannot 
difcern. 

This we obfervc, That the Plates that cover the Pots, yield 
bctterand thicker Flakes, than do the Rolls within. And the 
outHdes, next to the Planks, bigger and better than the infides, 
next to the Rolls, and the Spirits that firft arifeout of theVi> 
negar. 

We therefore queftion much, Whether the ftrongeft bodied 
Vinegar, or the quickeft and (harpeft, be the moft effeflual ? 
f he Accidents to the Workmen are, 

Immediate pain in the Stomack,with exceeding Contorfion s 
in the Guts , and Coftivenefs that yields not to Gatharticks, 
hardly to often repeated Clyfters : beft to Lenitives, Oil of 
OliveSy or Strong new Wort. It brings them alfo to acute 
Fevers, and great Afthma's or Sbortnefs of Breath. And ihefe 
we find efFeflcd principally by the Mineral Steams in the cart- 
ing of the Plates of Lead , and by the Daft of the Flakes. 
Alfo by the Steams coming from out of the Heaps, when the 
Pots are taking up. 

Next, a Vertigo^ or dizzinefs in the Head,with continual great 
pain in the Brows, Blindnefs, Stupidity, and Paraly tick AfFe- 
dions; iofsof Appetite, Sicknefs, and frequent Vomitings, 
generally of fincere Phlegm, fometimes mixed with Gboler, to 
the extreameft weakning of the Body. And thefe chiefly in 
them that have the charge of Grinding, and over the Drying 
Place. 

jt» ^/ccmnt of Two Beeks. 
I. the True h/el/effual Syfiemef the Univerfe. JheBrfiPart. 

Wherein all the Rtafin and rhilofofhy of Jtheifm u confuted^ 

Mtd its impojjibility demmftrated: By R. Cud worth, DD. 

London, printed for Rich.Royfton, 1678. in fol. 

THe Reverend and Learned Author acquaints us in his Pre- 
face with his whole Defign, it being to deifionrtrate thefe 
three Things ; i. That there is an Omnipotent llnderftanding 
Beeing, prcfiding over All. 2. That this Beeing hath an Eflen* 
tial Goodnefs and Juftice : the differences of Moral Good and 
Evil, not being by Will and Law only, but alfo by Nature ; 

according 



